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(54) *£*ttilfiD»i§2fiS 



(57) mm 

[<SB*#ai # y y k # y e-;vtr 

d y k e> ft sflE&jcM-e* t 4?Lg<ofli?L«i«J* 
ft ^mmmz& e. *» u&sit lt*s jk^j^ 

jft-r*ci:lcJ:»)Ka»il®?LS*i|5ae*«fe«, ?5 

»c «fc -3 Tf? 9 c fc k-r « Q&MmvwBfim, 
Rxsmxmc &ixmib nrc*&&itmfr e, ft § ^>*a 



BEST AVAILABLE COPY 



1 

So 10 

[ft 3 ] wmw&oft&oy^iM t nmmc & 

fc«««fc , r«m*H2*fctt3k:C«©Hifi*& 

[11*115] KjRHttfe **©¥^"&7k*^20~70 20 

%{c4*i*jSt*, ompj^^5>4o°c^±i2o 

°C «T©^©4llJIMBftfc9J D % c 4: fcf S 
2 S felt 3 fc eK©i^j£o 

[if*«6] sasiw»sw)**o¥JQ'&7k*^2o~7o 

~27S*%T*«*C fc*«Fffli:-rSS»*^ 1 ~6 01 vf 
[f»*S 8 ] if 1 ~ 7 ©Vvf *lfrfc|B«®73&te 

[ft** 9 ] shmmffimT'&sm&m 8 ice*©*^ 

a— ;I/ 0 
[00 0 1] 

S#>T'>&<, lfo$£>;^S^JM^©tt3i2)V>;&^ 40 
[000 2] 

[$*©ot 3»i?w*aiait*wr*ii*wffl 



If ffl 2 0 0 3 - 1 7 5 3 2 0 
2 

*$r*ijU-M6 % jKOx^bytf- 
Tffco c^^^VXM^fU^-^ *©&$ 

m b& M7)i*vmciMz.. mmmmcmykitm 

tfco ~ 

[0 0 0 3] M*««LT i es;a->l/*fl5H'r* 

4: ^mtilc jfrtm L < jS*»*<ffiTf * c jWB 6 ft T 
[0 0 0 4] c©»*fcLTfE*«kDi:&nT*fc#£ 

-«ftfci*fi!ififcfci&, 

[0 0 0 5] ffl»attW««*«fflv^ , rii:«His-&*S 

[0006] M©(eHWrifei:tr^ iM2ic 
v-T ^ a re § (f S*St©iS!ift*S*^ ? ti T ^ 

4:^-5 ittttitJ**n4v\ 

[0007] mtem 3 RcmwxK 4 ttt, \mm± 

4:^-5 ittfc*v»Ttta»T»* L< 

[0008] # »x« 5 iammm&&M? % 



(3) 

3 

mft£MX*<DXV D ij F>©#£^%20~50% 

fcovT©13ttttHJW)liv\> 
CO 0 0 9] tt£©1£f£&?rr«5ffil(& 

y y-t y >i¥offiiifsewajitft»i:^a-&rtc<aHiLT • 
&mfe%mfflm*mmtz>i5m*MmLrz am*. io 

[00 10] 

mmXM 1 ] 8fM¥6 - 2 7 7 4 7 0*l£* 

[#fra*2] 1 1-3 3 2 9 8 0*§&$R 

VftftZM. 3 ] 8-5 2 3 3 1 €&fg 

IWt&M 4 ] «F&¥ 8-9 6 6 8 mm 

mittM 5 ] WmW- 6-296686 

H«fcfc« 6 ] mm 3 2 8 1 3 6 4 ^&fg 20 

COO 1 1] 

[00 12] 30 

[fg^SPifc-f 3 £#©#!» £Lh©$D< *3>a-;t* 

»*rtttt**rr a dM# <m#imit*5fflm$<otiim 

mm (WffXiK6) *T?4*»-Dfe. ^OJSBfc^ M?L« 
if giJSrffi ft* fc. SI«1 4: B£ < gft o 

itfmc&3t mAvm^tm^itmnk. mum 

WftiK6©*ffiCJ:oTjfii«8Ktil*«5tr* 



W M 2 0 0 3 - 1 7 5 3 2 0 
4 

[0013] tutottf&mit. #u^*yR#yv 
tr-zi/trau Kyfre.ft-5, K8*flt?**ft 

iRSSs-efc^ setnif ©#y tr-^tra y k>©- 
[oo 1-4] *«iBTfi4, tit. &m?zt%, 

tt«***«te«!*LT, &*Si*ji<:|i*ffiSf**iIjflt' 
ft<LT&4si&fc#, g5fcg^LW i u i* 

[0015] set, mm^mm,^ 

7j<Sp#20~70% K ft 3 Bf <5l;- V-Y * a i£Sgt>f ©ffift 

£t>©-e-&3o *©»U «*il$&«©*Jl?©&**tf20 
~70%tcftS^T?©K**© [ l : >^fc^SPt«:fe^* 
M©^zk*©M^5%WrtT'fc*c 4:*\ SSiclfff L 
v\ ±IE©^ffi^*3^T, HKJStK«t % *U^;l/*>K 
* y v-, # y e - ;i/ bf n y k y . Rtf «fw*» 6 ft d . 
#yx;i/*y^#yv-tcwr?.^y y> 

it, ZTc ±C©J:^k:«jet«n*f|>S*ttlll*»6ft* 

«fcLTfflo6ti*o ^©tt©ft^MSrfe3S© 
fei6©«fcLTt)WfflT***. 
[0 0 16] 

mmcommmmi *siw©*s^«ii ax 

W©«jft*J*tt, ^M7K»-c-^$ftfL@©S?H)l^S6 

[0017] 5Wjf % *^*««*«ifii-*i»effl^6n 

*R«bT#«W*fei;*jRHi:«Dff*o Mitt 
[0 0 18] *««T»V^HII?Lfii«!lfctt, KW9©tt 



Co o 1 9] mnunmtLTtt, x^b>y;^- 

1, 2-yfl/^'j3-;K 1, 
-;K 2-zf*y-\, 4->>^-;k 2-*^;l/- 

2, 4-^y^^-;K 2-x^/l/-i, 3-^-9- 

/k yjt'JX fh7Xf^ij3-;K 
# U x ^ b y ? 'J 3 - ; 1 2 0 0 , # 'J x ^ k > ^ U 3 - 
;l/3 0 0. #'jxf-uy^';=i-;l/4 o 0H<D^'Jn- 
;l>&Xtt^y -b D-;l/^lt^Ri>"MMSgte^xxx;l/ 

[0 0 2 0] 3:7c, *||B^c4ol/^T. l«3§7j<Bl;-A£ft* 

x 
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6 

* im<DUmmt^ ji7j<a^l00inL/(in 2 •hr-miiiHgH^-c 
&oT > SSTO^t40,000©#y td"x;l/tfDU F> 

[0021] MSt7/k7^y©jl3i$fck WT©<k? 

ttm-zmztzc tmmr&Zo £i\ §£20cm© 

10 (^^'J-y5000IU/L (y-yh/l/) x #>7^ilg6.0g/d 

l (f->u>yh;i/) ) zmfommMmm\.o™m-?m 

^v^-;l/<DA9££ffiffi©¥^E;tl50ininHg£ 

u tis^s (i) tftALT^ii*^»ai-r5„ 



(%) = (Jf^©^^) 

[0022] #y ex;i/trau Yy<Dm&mz, m&t 

§7i<^^3fi«%cD^'jex;l/kfDU K> (BASFtit! 

K30, fia¥±§^S4O,0O0) ©y>^7W7 7- 20 

(0.15mo]/>Ay h;k pH7.4) 7j<^^LT, 
7l/©A D E£Bi!±<D¥-i§l±t>%200m\\glZ LTcLWtt, 

[0 0 2 3] ^M7j<»-eAt^?L@©g?HJl«, 

(WT-^c rtfUv-j , 
jK U ex;l/ e p y F X Rtf WW** S * * «§t/£?R^ 

v^T. F«jfflJJfl[Jc^Uv-©^J©7k»}ft*ffl^*c:i:t(:«30 
-O-A r-C (CH» ) 2 -A r 
— 0— A r - S O2 -A r - 

[0026] #y trx;i/ifDU k yaffils© «> ©is 

H«K©il*^tab«««K v^fcfe, «#?*© t>©8 £'> 
ST*+#ft$*Sltffggl?t.SC #2BBfc:fcVT 
ttS*¥^ : ?*90O,00OW±©*U tix/veny Y> 

T*#y ex;nf a y f ^fcffli^-riK©^^** 

tt^Sfcfcfcf*:*:*©*'; tTx^l/tf d y Ky*§M»te 
8#S-&SiBg#&S#x ^©fc&JcJlfre©^^ 40 

900,000* D'hSvflttTt^a?*©*'; e-;i/t? d y 
^tftoTLsv\ ^©laaifofcatffcfTofcksiiji 
[0027] * fc, # y >s#U7-j: # y trx 

#K«jj¥-r**>©T?fc!k N-^f-;l/-2-eny FX 
N,N-^^;l/*;bA75 h\ N,N-^^^;l/7-fe h75 
F^FT'&£ 0 50 



10 0/ (7t»©R}fcfi) (1) 

[0024] rtgi5*«, woEfffiaptrtaas*^** 

St>©T*fc«tf. rtS&E©?L&fcL AffiS>f)©lftffilWt 
WtMLTAf < ft£ C fctffUoTVSo 

[0025] *^r*fflv^e.ti«4?yx;i/*y^^y v 

-ttTtt, TIB©^ (2) % SftaS (3) T?*?ft 
©A r&7^{£T?©2fi&©7xX/l/S£;SU fi^S 

-O-A r-SCh -A r- (2) 

(3) 

[0 0 2 8] «fl|flR**©*'J V-«*tt, SMRllg 

t\ *o#en7t^^^ LT©tti£*fi-r *<fc "5 ftzi 
fi©«Brt**nfcrwp»ciwia*n'f, 5~35aa%, 

i6tctt, 3K'J-?-ifittil^±<, 10~25fi«%^ 

[0029] «e>»clSftcfc«5Ky ifx/i/tfay f> 
oiMt-SD, sKy v-fc^-rs^y ex;nfpy f 

>©®RlJt*Jtf27Ma%WT, JffS L< tilO~27Sl 
%, Zbimt L<«20~27ifi%T'fe-S o #'JV-te 

#f 5 # y ex;nf d y f >©®fp jt**<27M* % fcffl 



^©^ 4 j*^%SAirfS ct&al 



[0030] mmmt lt«, ct^^k ; ^ 



7 

/~jimo7)V=i-^m ; x-r;WS ; n-^V 
y, n-^^>*©J!BI8fllK{b!kJIMI*H#'Jv-% 

jgamtesKu v-*}sii-r*aB!H*e=F»iiirt-* c 

±»)«IB3SUt*3>hP-;W*e:i:feqIllBi»**o 
[0 0 3 1] KS$©2I£tt. -30~90°C. L < ttO 
~90°C, S5E#£L<tt0~80 , CT*&* o ?i@!§©S 
g#90't*iS*.fctK -30°C*iiT?fe^^, iSaiS*© 

[0032] i»«jwi5fe}i»»®<ejs«, io 

[0 0 3 3] LfrL&tfj^ V^^D^TOifg-#7j<$ 

©ays** o^-fcftft-rsotcatri/^c fc^e>, 

#7.k$tf20~70%, <fc L< «50~70%fc:&3B#£ 
[0 0 3 4] &3?©¥^7j<*tf 20-70%, &?* 

(%) = (a-b) 
[0036] se^s jftsoFf^ajfcwaascigfiBifi 

©M£&<f fc#>^ **l*3f<:«40'C:&8*.:&:l/'>Sfi© 

[0 0 3 7] ^£o8©ffi*»i;S^cfctf$?$L^ 
3?©"^7j<^20~70%. »SL<tt50~70%teftS^PjS 30 

•ev-r ^ DM*t^5>40 o cw±i20t:wT©s 1 g©3iii 

#7MSstf20~70%, L< «50~70%fC3a:S^jS-e© 

[0 0 3 8] *[fl»ftjSOSlS« % 40°CJ^±120°Cl^T-c- 
£Sci:##£L<, * IX ttiWWT'?* 40 

[0039] w&m>Mfox : tt&xfytimoimi&% 

HH&tzz. tie*. Ji«foPVP©H»*zkt^»fl:Tf 



(5) ttH 2 0 0 3 - 1 7 5 3 2 0 

8 

*fL< «50~70%K^S^T*©^*^Of &»fcflJS 

-c-fe^o cct% &*©*&§&£«> ft&©ra£tfBriS 

fcfe^rtf /L^fre>iS&©i/6©$BB%i/^. 
©ttSSPfctt, **©RJBtt*riBfc*^TttJ*:ft» 51/6© 

[oo3-5] £fc> H«*a**»&. laaia&iSEfett 

*3K*ttllbT*<i:s ^©*£«fcWMS©£** 
« c fc«fc D ***£«i:*WI*©a* 

ymm. mmm<om. mm) ©s» (a c g ) > 
fcias** (xttM) ©s» (b ( g ) ) (4) a 
i t>wtt-e#a& ens ^©^v^o 

X100/B (4) 

[0 0 4 0] *^T?V^*^»T?fe*PVPktt, K 

^%N-^^;b-2-tfu'j Fy-e^tc^L/c^ 
wenfe#y ^-^^c7J<^ApLT# , ; 

[0 0 4 1] *^^©i!^^a, M7LfimM«$£« 

s*v»$aamiT*3&oT, tfck©3i7ka*Mo~i .oooil/ 

(m 2 -hr-mmHg) . M¥^^S40,000©#'J t£x;H£ 
D'J Fy©Sjfl*5b < 75%«TT?x flo^ii^ic^o^S 

tt©*#©fci6fc®Hi&Js snr^a i3 2 - ^ ^ n y 

d7'J> (^fi: 11,800) %+^k:gjfl*-&S^ 7 
;V7^> (^fi: 67,000) ttSfcA/KJljS***^ 

^ \L *3 «■ 5 7 )W 5 > ©Jiii$^0 . 3 % WT S S o 
7;l/7 , 5>©2a** , 0.3%*jBjLScifcttttrtfcWS& 
S: 7 >17 ^ y t < S£f S t i: *W%t 5> C 
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[0 0 4 2] <fck©3&ikS*M0iiL/ (m -hr-imnH 
g) W±©iltefc^Ttt, #yex;l/t?D'J F>©MiI 
$ (A (%) ) fcJ} 8 -$^DyD^'J^'J77y7 

(B (mL/#) ) fclcttTIBOS (5) tST-^BBRW 

B (mL/#) = 0. 636A+29 
1. 5m 2 ©*aMiiIflB©*5>3.-;l/fc, jfa$?7r»200m 

l/# (MfiitEG!!) > »*T*««5oonL/# ast^n® 

[0 0 4 3] pz-z.tutrts-jyxDZVT^z/x 
©2»sis#75%*sa.* tTJi<-7z. >©aa*««o.3% 

[0 0 4 4] Sfc, *«H!©«JfiSSKJ:0ff6nfcil 

tit, Axmmmwimmmim'3%mmLrc s $>®r°& 
v , zaicwm t rcfflk*&&#mi . 5g t &&fmmm*i 
5onL*0*aui*©ai*ffl^^x$saK©7;i/*y}s 

L Ufct>©*K«-r*o ®ftg«220~350nmT*©g* 
3 0 AI»«»li*Ba*T'ttBBtS*0.lW"Fte'r* 

So Sfc, K?L«8^©»fcfco^TWU &£U*ft£» 

mmmtmm, mmtmftm, Rxsftm^m^ 
pypmm mm%) =c. m, 

LLf, C. :gfSJI?jag (%) 
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* %®mmmz^?z>mm±mo : £iS3.-Mcm} ■ tax 
*$®t?h k> > ? y 7 5 > t. c » mt z>zt mum 

9 9 (5) 
X ©&*□©£ «k t) Mjg-r 5 c £ £ J: t) &£PWe-& 

ne>©ffi!iS73jit<:<fc o&fcnRT&i-e&So 

[0 0 4-5] *»W©«i6»tt»cJ:0ff6nfeJlltt, # 
>J^;I/*>**yv-fc*y if-;l/if ay F^fr5>& 

<x »rtaiBJcfe^s#ye-;i/eny f^©»js^3o 

~45S«%-c-^So H©«@^'I4^SS^H?«, jfii 
F> #tc rpvpj fcfci,^) ^wrs^yT. 

D^f V\, fftte^, Jl©M)S£tt^&^&3o 
^rt^ffi©PVPSJt^-rr§i:, PVP©ifo?£2^cD?3f±S 
»tfll^L#^©l«*/lfcfc otttffi L < fc^ 
ISS^r-^^^o lot, *%^T'©^P^Sffi©PVP©S 
30~40%©«HT*&t)> »SL<tt33~40%-p* 

So 

[0046] mftmmwwmmz, ^ytxmytm? 

(X-ray Photoelectron spectroscopy* tCFX 
PS) te«fcoT}*££*lSo "Tfcfc^ ®tftl!ffi©XPS© 

mffififafcWM U ^©rtW^gfcSS J: ^ teJftJfitf 
fc^> ®^©^ftt-«-r«o ■ffcfc-fc, Cls,0ls*Nls, 

»«ffiv^rssR©ms»fi (gSREC^ifttD i:^*^© 
SMS *^#J6fcaS^"5t.© 
T?a&t), ^'Jx;v*y^'Jv-)b' (2) ^©fliifirefc 
Sfctfctt (6) afciDWI-eSWcitfT?**, 



20 



30 



C 2 : (%) 

Mi : PVP©»DiSUi-y h©#?fc (111) 

M 2 : ^'JXM^'J V-©|gD)ILa- >y h<7)^ 

(4 4 2) 
[0 0 4 7] 

cntciBS*ti*t.©i?«fti/^ 
(jfc/>«fii«S©}|IS) Jl-\©ifii/J^^#»©?fliJ^tt, 
JWT©aMt¥WT?tfofeo ft*15a©*£*ttHi%100 

y >^*PH hfrl$Jfii%lgB£i .0cni/#{cTi5^iiJg^ 

■e, tt^-r^ifta** i »Biiiis*fc.. ^tc*^ 



X 1 00/ (Ci Mi +C2 M2) (6) 

vm*5m mmmmmcww u 0 . 5% # y u y^y 

3-;V7;^;I/7i-;l/x-f;l/ (a*t®ltt«! Sp°p 
40 ShyhyX-100) ^tT431ftiazk+Tfffl*»Jia«U 

* OKT, TLDHj i:v^) ^SS-r^ctfciD^ffi 
» (rtSfflm©) ifcD©LDHS'i4i:LTWmLfco » 
^?S14©SlJS«LDH ; E:y fX h * -V h »J • 

t L TPVP%#W Lft^M ( y »l*M©^MiJ 1 ©M 

swabttXttsi ,5ooppi©^a8!»K^ h y ak 2 a 

50 [0 0 4 8] itiM9>><9W&MM) W^OtoXfiy 



(7) 
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UftV« ( y tiUSftffiO^S&ffll l CDK««SU&lR«it] , * 
500ppB©^361M5R»^h'J'>AfC2BfflS»Lrc^ x 10 

Mi^Q^I^ItiSLfco 
[0 0 4 9] 

[USSMl] («J«;fttfS»a!l©Rfc£) #'JX**> 
(Amoco Engineering Polymers£tS! P-1700) 18.0SS 

%, #ye-;i/eDU f> (basfus K90. 

^Jtl ,200,000) 4.3S*%^ N.N-^^^l/T-bhT 
5 K77.7fi»%»i:iS»bTJ^-ft^«kLfco 

"Ctc^, N.H-^^l/T-te H75 K30fiJi%fc*70 

mm%<DU-£®mfrtE>%%ftwmtt$>ic. ma (2m 

S«yX;V 0.1mm-0. 2mii-0. 3mm) ^e>ttffi*-&, 0.9 
6n ©x 7 # + -y ^ T 75 T) ©*fr 6 ft 3 «Hi8 

6, fe©"iicDffifi*54.5%, ias*5it:fc3>hD-;i/ 

Lfco 80m/^{c@^L7c o cct% SSliifcftf 

SX74 : *\y:7 p ©Jt*M\ 0.012m/ (m/#) T?2&ofc 0 
#*SX-ofe*Jfc*«Wr«, * (S $ 300mm, Sl*^9200 30 

[0050] mmm<D^Rxs?w<o7F®{mm) ± 

E©a«EWI>Jt*flW)*Jl! (-^7j<^^300%, 

%) 30#%21#F^V^ D&8gf>f (ffi*30kW) Lfco C 
©B&£T\ *3?©#7j<^te65% (***&»©BI©£* 
*^65%, **^SP©BI©frzk*^65%x ft*©*** 
p?fcttfla5fcfettSK©£#sp©gtf0%) T'feofco 40 
3I*«^T, HJ**«i:LT4^IBv>r*aJSaH|j' (Hi 
£2ikW) -r*cfcfcJ:»)*!K*«<l %*»O<0HUi (* 
3K) Srtifco $fc, !0»l5ate^eiE«M$7l^$^© 

&&M?>i : &frz>8mm<DmmzTffim&5i (mm 

0%JMT) %**OT*fr6±«^i:llLfe. c© 

JR) £25kCy© y ffiZMMtZ £ tic <fc DSI^PVP©- 
[00 5 1] (tt^f?{ffi*g||) C©»©ttlH*g 1 50 
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To ttUBl410EU»ELfcli«©¥JSfl*^-ro c©^% 
W^iiiiiSWl .5n ©^i/a-;U<: LT jS i - 5 £ a 
7'J^'J77^**Hlftii:5, 32nL/#T? ; £ 
ScttfttfrV. PVP©a>B**S (6) fcftALT* 
UU L fc £ U 7 5 y^32 . 5mL/# t mUT'fe 5 C £ tm £ 
frfcftofco R*S>a-;WCTBIfc t?*5> 

B> 2 ©aj§«iJ££t7ofci:<:3> 5?3t©*y7^>xi: 
^jS^a^n^ni85mL/^ 83%-c-feofco $fc. If* 
5yB, 2 {COV>TttPHIf<:95mL/^ 48%T?£ofco 

[0 0 4 2] fcHtt»4£ttT*fTofc. Sfc, §t*©£PV 
P*©62%#, zKfc^STfftofe, M©i§ffi^t£lII£L 
fc««, jSW«*»*©S0tStt0.04ttT"e*-3fco * 

ttffJHKfcJfc^T, ifo/h*ft;*£tfte< (HttttlgiU 
3.4Unit/m 2 ) , R-DfogL*y>wnatiiM**>tevz.t 

&mZfr£*-otz (Hm^M62.5mg/g) c 
[0 0 5 2] tt±te#tffcttlH*»6, C ©§&):, 
©?§ffl»^gi6T^<, «^>7^a^ifc/jNfe©# 

t*»6tt«©tf 5-3*« , ^4V'«!: fc^WS^fc* 

7c o 

[0 0 5 3] 
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(54) METHOD FOR MANUFACTURING HOLLOW FIBER MEMBRANE 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a method for obtaining a hollow fiber membrane 
especially reduced in the irregularity of capacity such as water penetration quantity, water 
permeability or the like in a method for manufacturing a dry membrane extremely reduced in 
the elution quantity from the membrane and having excellent dialyzing capacity reduced in the 
adhesion of blood protein or a platelet. 

SOLUTION: A method for manufacturing the dry hollow fiber membrane reduced in the amount 
of an eluted substance includes a process wherein a wet membrane comprising a polysulfone 
polymer and polyvinylpyrrolidone and containing no membrane pore holding material high in 
water penetration quantity and having a large pore size is preliminarily manufactured and dried 
after desolvation to contract the pore size of the wet membrane and a part of 
polyvinylpyrrolidone in the membrane is further made insoluble in water. In this manufacturing 
method, the wet membrane drying process is performed by the irradiation with microwaves. A 
module comprising the. hollow fiber membrane obtained by this manufacturing method is also 
disclosed. 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

LThis document has been translated by computer. So the translation may not reflect the 
original precisely. 

2.**** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 

CLAIMS 



[Claim(s)] 

[Claim 1] The humid film which does not contain the pit maintenance material of a big aperture 
in the amount of high water penetration which consists of a polysulfone system polymer and a 
polyvinyl pyrrolidone is manufactured beforehand. After shrinking the aperture of this humid film 
by drying after desolventization, include~the process which iriSoftbilizes a part of poly^tfiyp- - ~~ 
pyrrolidone in the film in water further. The manufacture approach of the hollow filament-like 
film which is the approach of manufacturing the dry hollow filament-like film with few effluents, 
and is characterized by performing the desiccation process of the humid film by microwave 
exposure. 

[Claim 2] The manufacture approach according to claim 1 characterized by ****(ing) the hollow 
filament-like film in the shape of a thread at the time of desiccation, and ventilating a 
dehumidification gas in this thread. 

[Claim 3] The manufacture approach according to claim 2 characterized by the difference of the 
water content of the film in the core and the periphery section of a thread at the time of 
desiccation initiation being less than 10%. 

[Claim 4] The manufacture approach according to claim 2 or 3 characterized by reducing the 
output of a microwave exposure when the average water content of a thread becomes 20 - 70% 
after desiccation initiation. 

[Claim 5] The manufacture approach according to claim 2 or 3 characterized by changing from 
microwave exposure desiccation to with a 40-degree-C or more temperature [ temperature 120 
degrees C or less ] stoving when the average water content of a thread becomes 20 - 70% after 
desiccation initiation. 

[Claim 6] The manufacture approach according to claim 4 or 5 characterized by the difference 
of the water content of the film in the core and the periphery section of this thread in the time 
of the average water content of the thread after desiccation initiation becoming 20 - 70% being 
less than 5%. 

[Claim 7] The manufacture approach according to claim 1 to 6 characterized by the ratio of the 
polyvinyl pyrrolidone to a polysulfone system polymer being 18 - 27 % of the weight by a film 
production undiluted solution consisting of a polysulfone system polymer, a polyvinyl 
pyrrolidone, and a solvent. 

[Claim 8] The module which consists of hollow filament-like film manufactured by the approach 
according to claim 1 to 7. 

[Claim 9] The module according to claim 8 which is an object for hemodialysis. 



[Translation done.] 
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* NOTICES * 

JPO and NCIPI are not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer. So the translation may not reflect the 
original precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



DETAILED DESCRIPTION 



[Detailed Description of the Invention] 
[0001] 

[Field of the Invention] This invention has very few elution volumes from the film, and adhesion 
of blood protein and a platelet is related with the approach of manufacturing the small h ollow 
filament-like film of dispersion in engine~performance, such as the amount of water penetration, 
and permeability, especially, in the manufacture approach of the high performance hollow 
filament-like film of having little outstanding dialysis engine performance. Moreover, this 
invention relates also to the module which consists of hollow filament-like film manufactured 
such. 
[0002] 

[Description of the Prior Art] The technique of using the film which has alternative permeability 
progresses splendidly in recent years, and utilization in extensive fields, such as a separation 
filter of a gas or a liquid, hemodialyzer in the medical field, a hemofiltration machine, and a 
constituent-of-blood selection separation filter, is progressing until now. As an ingredient of this 
film, polymers, such as cellulose systems (a regenerated-cellulose system, a cellulose acetate 
system, chemistry denaturation cellulose system, etc.), a polyacrylonitrile system, a 
polymethylmethacrylate system, a polysulfone system, a polyethylene vinyl alcohol system, and 
a polyamide system, have been used. Among these, since haemocompatibility of a polysulfone 
system polymer improves by in addition to the thermal stability, acid-proof, and alkali resistance 
adding a hydrophilization agent to a film production undiluted solution, and producing a film to it, 
it was observed as a semipermeable membrane material and research has been advanced. 
[0003] On the other hand, in order to paste up the film and to produce a module, it is necessary 
to dry the film but, and if the porous film which consists of an organic macromolecule, the 
permeable membrane which consists of hydrophobic polymers, such as a polysulfone system, 
especially, and ultrafiltration membrane are dried after film production, it is known that the 
amount of water penetration will fall remarkably compared with desiccation before. Therefore, 
the film always needed to be dealt with in the damp or wet condition and the condition of having 
made water immersed. 

[0004] The approach conventionally taken as this cure was putting low volatility organic liquids, 
such as a glycerol, in the hole part in the porous film after film production and before 
desiccation. However, since hyperviscosity [ a low volatility organic liquid ] generally, although 
washing removal took time amount, module molding of the film was carried out and after 
washing was a minute amount, the problem was to see the effluent of the low volatility organic 
liquid origin etc. in module mounting fluid (various derivatives which reacted chemically with the 
low volatility organic liquid, and were generated). 

[0005] Although the method of using the mineral salt of a calcium chloride etc. instead of a low 
volatility organic liquid is shown in the patent reference 1 as an approach of drying without 
using a low volatility organic liquid, there is no change in the need of carrying out washing 
removal. Moreover, though it is a minute amount, it is apprehensive about the bad influence 
which the mineral salt which remained has on a dialysis patient. 

[0006] Moreover, the manufacture approach of the hollow fiber which irradiates microwave is 
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shown in the patent reference 2 as the membranous desiccation approach, performing moist 
heat treatment by the steam to a hollow fiber. However, since steam treatment is carried out in 
order to prevent deformation of the film, though it is desiccation, there is a fault which 
lengthens the drying time, and further, since it is the desiccation after making low volatility 
organic liquids, such as a glycerol, adhere, the purpose of reducing the effluent from the film is 
not attained. 

[0007] The hydrophilization film containing the polyvinyl pyrrolidone which carried out 
desiccation processing to the patent reference 3 and the patent reference 4, without using a 
low volatility organic liquid is indicated. Although the engine performance which separates a 
plasma component from blood is indicated by these, since plasma protein penetrates, it turns 
out that it is not effective as permeable membrane. Moreover, since the polyvinyl pyrrolidone is 
dried at the temperature decomposed and denatured, in the purpose of reducing the effluent 
from the film, it is the process which is not very desirable. ~ 

[0008] Moreover, the hollow fiber to which blood made abundance of the polyvinyl pyrrolidone in 
the film internal surface which contacts directly about 20 - 50% is indicated by the patent 
reference 5. This shows the humid film for mainly lessening affixes, such as blood protein and a 
platelet. Therefore, although it is shown-that change cannot4~ke place easily at the-time^>fethesB 
path of a filtrate rate since blood protein cannot adhere easily, there is no publication about 
dialysis engine performance, like the permeability of albumin is low. 

[0009] the approach of this invention person drying the humid film which has the specific engine 
performance, without sinking into low volatility organic liquids, such as a glycerol, and 
manufacturing the highly efficient blood purification film — having proposed (patent reference 6) 
— when it was made the shape of a thread and dried, it became clear by the core of a thread, 
and the film of the periphery section that some engine-performance difference arises. 
[0010] 

[Patent reference 1] JP,6-277470,A [the patent reference 2] JP,1 1-332980,A [the patent 
reference 3] JP,8~52331,A [the patent reference 4] JP,8-9668,B [the patent reference 5] JP,6- 
296686,A [the patent reference 6] The patent No. 3281364 official report [0011] 
[Problem(s) to be Solved by the Invention] The technical problem of this invention has very few 
elution volumes from the film, and they are for adhesion of blood protein and a platelet to offer 
the approach of manufacturing the small hollow filament-like film of dispersion in engine 
performance, such as the amount of water penetration, and permeability, especially, in few 
outstanding manufacture approaches of the hollow filament-like film. Moreover, the technical 
problem of this invention is related also with offering the module in which dispersion does not 
have engine performance, such as water permeability and transmission, in a core and the 
periphery section. 
[0012] 

[Means for Solving the Problem] There was no desiccation film for blood purification which has 
the dialysis engine performance dried without using the pit hold-back agent leading to the 
effluent from a module to this invention person's etc. application invention (patent reference 6) 
like the above. When the cause was dried without using a pit hold-back agent, the damp or wet 
condition was becoming completely different film of the low engine performance. Then, this 
invention person etc. produces beforehand the humid film which has the specific engine 
performance which is a diameter of an osculum in the amount of high water penetration rather 
than the target engine performance by application in the first half. There is nothing to the 
former of manufacturing the film which is made dried and contracting this and has the dialysis 
engine performance of a target. As a result of advancing research wholeheartedly based on the 
way of thinking that nobody thought of, there were very few effluents and the approach of 
obtaining the film which has the dialysis engine performance adhesion of blood protein and a 
platelet excelled [ engine performance ] in little permselectivity was offered. Then, when 
research was advanced further, this invention persons discovered that dispersion arose in the 
amount of water penetration, or penetrable ability by the core of a thread, and the film of the 
periphery section, when manufacturing the blood purification film by the approach of the patent 
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reference 6, and the humid film was made into the shape of a thread and it dried. Then, in order 
to abolish dispersion, as a result of inquiring wholeheartedly, it results that dispersion is 
suppressed in header this invention with devising a desiccation process. 
[0013] Namely, this invention consists of a polysulfone system polymer and a polyvinyl 
pyrrolidone. The humid film which does not contain the pit maintenance material of a big 
aperture in the amount of high water penetration is manufactured beforehand. In the approach 
of manufacturing the dry hollow filament-like film with few effluents which includes the process 
which makes unnecessary further a part of polyvinyl pyrrolidone in the film in water after 
shrinking the aperture of this humid film by drying after desolventization It is related with the 
manufacture approach of the hollow filament-like film characterized by performing the 
desiccation process of the humid film by microwave exposure. 

[0014] When drying in this invention, it is desirable to **** the hollow filament-like film in the 
shape of a thread, and to pass a dehumidification gas in thi"s thread. It is still more desirable to 
lessen the difference of the water content of the film in the core and the periphery section of a 
thread within 10% in this invention at the time of desiccation initiation. 

[0015] Furthermore, this invention relates also to the approach of reducing the output of a 
microwave exposure or changing from microwave exposure dsafccation to with a 40~deg?se^G»^ 
or more temperature [ temperature 120 degrees C or less ] stoving, when the water content of 
the thread after desiccation initiation becomes 20 - 70%. It is still more desirable in that case 
that the difference of the water content of the film in the core and the periphery section of this 
thread in the time of the water content of the thread after desiccation initiation becoming 20 - 
70% is less than 5%. In the above-mentioned approach, a film production undiluted solution 
consists of a polysulfone system polymer, a polyvinyl pyrrolidone, and a solvent, and it is 
desirable that the ratio of the polyvinyl pyrrolidone to a polysulfone system polymer is 18 - 27 % 
of the weight. This invention relates also to the module which consists of hollow filament-like 
film manufactured as mentioned above again. The hollow filament-like film of this invention is 
excellent in the hemodialysis engine performance, and is used as hollow filament-like film for 
hemodialysis. Furthermore, it is useful also as film for other extracorporeal circulation therapies. 

[0016] 

[Embodiment of the Invention] Below, the configuration of the hollow filament-like film (only 
henceforth the "film") of this invention is explained. The manufacture approach of this invention 
manufactures the humid film of a big aperture beforehand in the amount of high water 
penetration, and has the description to make it dry without infiltrating a pit hold-back agent 
after desolventization. 

[0017] Usually, it is classified into the inorganic substance with which the pit hold-back agent 
used in case the hollow filament-like film is manufactured is anxious about the toxicity to the 
organic substance and the body which have viscosity. Since the pit hold-back agent which 
consists of the organic substance which has viscosity has high viscosity and it is difficult to 
carry out washing removal completely, it can change with the cause which remains in the film, is 
made to increase the elution volume from the film, reacts chemically with the pit hold-back 
agent which remained further, and produces deleterious material. On the other hand, since it 
remains in a minute amount also in the pit hold-back agent which consists of an inorganic 
substance, it is apprehensive about the bad influence which it has on a dialysis patient. 
[0018] The pit hold-back agent as used in the field of this invention is matter put in the hole 
part in the film in the -manufacture process before drying in order to prevent the degradation at 
the time of desiccation. It is possible by immersing the humid film in the solution containing a pit 
hold-back agent to put this hold-back agent in the hole part in the film. If even washing and 
removal carry out a pit hold-back agent also even for after desiccation, it is possible to hold 
engine performance, such as the amount of water penetration equivalent to the humid film and 
rejection, according to the effectiveness of a pit hold-back agent. 

[0019] As a pit hold-back agent, ethylene glycol, propylene glycol, A trimethylene glycol, 1, 2- 
butylene glycol, 1, 3-butylene glycol, 2-butine -1, 4-diol, the 2-methyl -2, 4-PENTA diol, 2- 
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ethyl -1, 3-hexandiol, a glycerol, tetraethylene glycol. The organic compound and calcium 
chlorides of a polyethylene glycol 200, a polyethylene glycol 300. and polyethylene-glycol 400 
grade, such as a glycol system or a glycerol system compound, and a sucrose fatty acid ester. 
The mineral salt of a sodium carbonate, sodium acetate, magnesium sulfate, a sodium sulfate, a 
zinc chloride, etc. can be mentioned. 

[0020] Moreover, in this invention, the amounts of water penetration are 100mL(s) / (m2 and 
hr-mmHg) above in the amount of high water penetration, and the humid film of a big aperture 
means the humid film which the transmission of the polyvinyl pyrrolidone of weight average 
molecular weight 40,000 exceeds 75%, and has the engine performance whose transmission of 
the albumin in a cow plasma system is 0.3% or more. 

[0021] The permeability of cow plasma albumin can be measured by the following approaches. 
First, 100 hollow filament-like film with a die length of 20cm is bundled, and a small module is 
produced. The heparinize cow plasma (heparin 5000 IU/L (iiter), protein concentration 6.0 g/dL 
(deciliter)) warmed to this module at 37 degrees C is passed with the linear velocity of 
1.0cm/second to a film internal-surface side, a module enters, and an ultrafiltration is 
performed for 30 minutes in mean-pressure 50mmHg of ** and ****. It computes permeability 
by measuring measurement of the concentration of the obtair*e_> filtrate and former ^quideGn^thoK^ 
wavelength of 280nm with an ultraviolet spectroscopy photometer, and substituting it for the 
following formula (1). 

Permeability (%) =(absorbance of filtrate) x100/(absorbance of former liquid) (1) 
[0022] The transmission of a polyvinyl pyrrolidone is called for by performing the same 
actuation as measurement of the transmission of cow plasma albumin except having used the 
water solution to filter as the phosphoric-acid buffer (0.15-mol [ // I. ], pH7.4) water solution of 
3% of the weight of a polyvinyl pyrrolidone (BASF A.G. make K30, weight average molecular 
weight 40,000), and the module having entered and having set the mean pressure of ** and 
**** to 200mmHg(s). 

[0023] After the humid film of a big aperture making a polysulfone system polymer (only 
henceforth a "polymer"), a polyvinyl pyrrolidone, and the film production undiluted solution that 
consists of a solvent breathe out from a double annular nozzle with internal liquid in the amount 
of high water penetration and passing an air gap, in the manufacture approach made to solidify 
by the coagulation bath, it can manufacture by using the water solution of the solvent of a 
polymer for internal liquid. 

[0024] Although internal liquid makes a membranous centrum and a membranous internal 
surface form, it turns out that the aperture of an internal surface becomes large in proportion 
to the solvent concentration in internal liquid. In this invention, since the permeable membrane 
of the engine performance of a target is obtained by carrying out drying shrinkage of the humid 
film, compared with the time of manufacturing the humid film which has the target solvent 
concentration in internal liquid dialysis-engine performance, it is necessary to make it high 
concentration. 

[0025] What has the repeat unit shown by the following formula (2) or the formula (3) as a 
polysulfone system polymer used by this invention is mentioned. In addition, Ar in a formula 
shows the phenyl group of two permutations in the para position, and limits neither about 
polymerization degree nor especially molecular weight. 
-0-Ar-C(CH3)2-Ar-0-Ar-S02-Ar- (2) 
-0-Ar-S02-Ar- (3) 

[0026] Since the hydrophilization effectiveness to the film is as high as the thing of the amount 
of macromolecules and little and as sufficient effectiveness as the thing of the amount of 
macromolecules can demonstrate a polyvinyl pyrrolidone, in this invention, a with a weight 
average molecular weight of 900,000 or more polyvinyl pyrrolidone is used. Although it is 
necessary to make a lot of polyvinyl pyrrolidones remain in the film in order to give the 
hydrophilization effectiveness to the film using the polyvinyl pyrrolidone which has weight 
average molecular weight smaller than 900,000 for this reason, the effluent from the film will 
increase. Moreover, in order to lower an effluent conversely, when the amount of survival in the 
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inside of the film of the polyvinyl pyrrolidone of weight average molecular weight smaller than 
900,000 was lessened, the hydrophilization effectiveness becomes inadequate and hemodialysis 
is performed as a result, the fall of filtration velocity with time is caused and sufficient 
effectiveness cannot be demonstrated. 

[0027] Moreover, both the solvents used for the dissolution of a polysulfone system polymer 
and a polyvinyl pyrrolidone dissolve both these, and are a N-methyl-2-pyrrolidone, N.N- 
dimethylformamide, N,N-dimethylacetamide, etc. 

[0028] Especially if the polymer concentration in a film production undiluted solution is the 
range of concentration where the film which could produce the film and was obtained has the 
engine performance as film, it will not be restricted, but it is 10 - 30 % of the weight preferably 
five to 35% of the weight. In order to attain permeable high ability, the lower one of polymer 
concentration is good, and its 10 - 25 % of the weight is desirable. 

[0029] A still more important thing is the addition of a polyvinyl pyrrolidone, and it is 20 - 27 % 
of the weight still more preferably ten to 27% of the weight preferably 27 or less % of the weight 
of mixing ratio GA of a polyvinyl pyrrolidone to a polymer. It is difficult to be in the inclination 
whose elution volume increases, when the mixing ratio of the polyvinyl pyrrolidone to a polymer 
exceeds 27 % of the weight, and to obtain the film of sponge-s£i£Dcture T since the viscosit^csfe==: 
film production undiluted solution is low at less than 10 % of the weight. Moreover, what is 
necessary is it to be also possible for to add the 4th component, such as water and a poor 
solvent, in order to control undiluted solution viscosity and a dissolution condition, and for 
combination just to perform the class and an addition at any time. 

[0030] Water is desirable although the liquid which does not dissolve polymers, such as aliphatic 
hydrocarbon, such as alcohols; ether;n-hexanes, such as a water; methanol and ethanol, and n- 
heptane, for example is used as a coagulation bath. Moreover, it is also possible to control a 
coagulation rate by adding a little the solvent which dissolves a polymer in a coagulation bath. 
[0031] -30-90 degrees C of 0-90 degrees C of temperature of a coagulation bath are 0-80 
degrees C still more preferably preferably. The temperature of a coagulation bath exceeds 90 
degrees C, or the surface state of the hollow filament-like film in a coagulation bath cannot be 
easily stabilized as it is less than -30 degrees C. 

[0032] Desiccation after desolventization washing is performed by irradiating microwave at the 
thread which is fully carrying out humidity with the gestalt (it is only henceforth called a 
"thread") of the thread which bundled several hollow filament-like many film. 
[0033] However, since it is suitable for drying the thread of low water content to homogeneity 
more, in order to prevent deformation and melting of the film by fault heating, when the average 
water content of a thread becomes 50 - 70% more preferably 20 to 70%, it is desirable [ a 
microwave exposure ] to reduce the output of a microwave exposure. 

[0034] Furthermore, in order that it may suppress dispersion in the engine performance that the 
difference of the water content of the film in the core and the periphery section of this thread 
in the time of the average water content of a thread becoming 50 - 70% preferably 20 to 70% is 
less than 5%, it is desirable. It is possible at the time of desiccation to make the difference of 
the water content of the film in the core and the periphery section of a thread less than 5% by 
ventilating in a thread. Here, the core of a thread means one sixth of the range of a diameter 
from the central point in the circle configuration cross section of a thread. Moreover, the 
periphery section of a thread means the range of 1/6 from a periphery in the circle 
configuration cross section of a thread. [0035] Moreover, since it is the same, it is desirable 
also about the thread at the time of desiccation initiation that the difference of the water 
content of the film in the core and the periphery section of a thread is less than 10%. If the 
thread after desolventization is left, since a difference will arise in the water content of the 
core of a thread, and the periphery section, it is possible by immersing a thread underwater 
again, just before going into a desiccation process to make the difference of the water content 
of a thread core and the periphery section less than 10%. Here, water content means what is 
calculated by count by (4) types from the weight (A (g)) of the thread before desiccation (or 
film), and the weight (B (g)) of a desiccation thread (or film). 
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Water content (%) =(A-B)x100/B (4) 

[0036] Furthermore, in order to abolish the difference of the rate of drying of the core of a 
thread, and the periphery section, it is desirable to ventilate in a thread the dehumidification gas 
of the temperature which does not exceed 40 degrees C. It means passing a wind between 
hollow filament-like film as ventilating in a thread. In this invention, ventilating a with a 40- 
degree-C or more temperature [ temperature 120 degrees C or less ] dehumidification gas in a 
thread means performing stoving to a thread at the same time it ventilates in a thread. 
[0037] Although the high thing of the output of microwave is desirable, an optimum value 
changes with amounts of the film to dry. Moreover, although the approach of performing two- 
step desiccation changed from a microwave exposure to with a 40-degree-C or more 
temperature [ temperature 120 degrees C or less ] ventilation desiccation also takes the drying 
time rather than a microwave exposure when the water content of a thread becomes 50 - 70% 
preferably 20 to 70%, it is possible to dry a thread to homogeneity. Also in the two-step drying 
method, it is effective in suppressing dispersion in the engine performance that the difference 
of the water content of the film in the core and the periphery section of this thread in the time 
of the water content of a thread becoming 50 - 70% preferably 20 to 70% is less than 5%. 
[0038] It is desirable still more desirable-that it is [ 40 degreessS or more ] 120 degre-es^GH0?^= 
less, and the temperature of stoving is 100 degrees C or less. If it exceeds 120 degrees C, in 
order that a polyvinyl pyrrolidone may denaturalize and decompose, it is not desirable from the 
elution volume from the desiccation film obtained even if it did not use a pit hold-back agent 
increasing. Moreover, since the drying time starts too much at less than 40 degrees C, it is not 
desirable. 

[0039] Since a part of PVP in the film can be insolubilized in water by irradiating radiations, 
such as an electron ray and a gamma ray, at the film after desiccation, it is possible to reduce 
the elution volume from the film more. Whichever after a modularization of the exposure of a 
radiation is sufficient as a modularization front stirrup. Moreover, if all PVP in the film is 
insolubilized, while an elution volume can be reduced, it is not desirable from a leuco PENIA 
symptom being observed at the time of dialysis. 

[0040] With PVP insoluble in the water as used in the field of this invention, the meltable 
amount of PVP is deducted from the total amount of PVP in the film in water. The total amount 
of PVP in the film is easily computable with the elemental analysis of nitrogen and sulfur. 
Moreover, the amount of PVP meltable in water can be calculated by the following approaches. 
After dissolving the film completely by the N-methy|-2-pyrrolidone, water is added in the 
obtained polymer solution and a polysulfone system polymer is settled completely. After putting 
this polymer solution furthermore, the quantum of meltable PVP can be carried out to water by 
carrying out the quantum of the amount of PVP in a supernatant with liquid chromatography. 
[0041] The film which was characterized by the manufacture approach of this invention drying 
the humid film which does not contain a pit hold-back agent by microwave exposure, and was 
obtained using this manufacture approach It is the desiccation film which does not contain a pit 
hold-back agent. The permeability of the polyvinyl pyrrolidone of 1 0-1 ,000ml_/(m2 and hr- 
mmHg) and weight average molecular weight 40,000 at 75% or less [ the amount of water 
penetration of pure water ] And the transmission of the albumin in a cow plasma system is less 
than 0.3%, and it is the hollow filament-like film characterized by the variation in each engine 
performance being still smaller. Although the beta 2-microglobulin (molecular weight: 1 1,800) 
made into the causative agent for the improvement of dialysis amyloid condition of disease is 
made to fully penetrate in the latest hemodialysis therapy, the film which has the fractionation 
nature which does not make most albumin (molecular weight: 67,000) penetrate is called for, and 
the permeability of albumin [ in / in the film of this invention / a cow plasma system ] is 0.3% or 
less. Since it means losing greatly albumin effective in the inside of the body, it is not desirable 
as permeable membrane that the transmission of albumin exceeds 0.3%. 

[0042] Moreover, the linear correlation which the amount of water penetration of pure water 
shows in the following formula (5) at the transmission (A (%)) of a polyvinyl pyrrolidone and the 
path clearance (B (a part for mL/)) of beta 2-microglobulin in the film of 10mL(s) / (m2 and hr- 
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mmHg) more than exists. Although it is required for path clearance evaluation to fabricate and 
process the module of the dialysis specification which has the effective film surface product of 
2 1.5m, it is possible for it to be measurable in simple and to guess path clearance easily by this 
evaluation approach. 
B(part for mL/) =0.636A+29.99 (5) 

Here, in accordance with the performance-evaluation criteria of Japanese Society for Artificial 
Organs, dialysis measurement of the path clearance of beta 2-microglobulin is carried out at the 
module of the effective film surface product of 2 under a part (film internal-surface side) for 
blood flow rate 200mL/, and the conditions for dialysing fluid flow rate 500mL/(film outside- 
surface side) 1.5m. 

[0043] Although, as for the path clearance of beta 2-microglobulin, various things are demanded 
according to a dialysis patient's physical strength, or the percentage of completion of condition 
of disease and condition of disease, if the transmission of arpolyvinyl pyrrolidone exceeds 75%, 
since the transmission of albumin will exceed 0.3%, the transmission of a polyvinyl pyrrolidone 
needs to be 75% or less. 

[0044] Moreover, since the pit hold-back agent is not being used for the film made by the 
manufacture approach of this invention -by the production preens, the effluent of the^Mfetohfacz 
back agent origin does not exist. Therefore, the absorbance of the effluent test fluid of the film 
of this invention is less than 0.04, and does not contain a pit hold-back agent in this test fluid. 
With effluent test fluid, it adjusts here based on hemodialysis apparatus acknowledgement 
criteria, and after putting 1.5g of desiccation hollow filament-like film cut to 2cm, and distilled— 
water-for-injection 150mL into the glassware which suits the alkali dissolution test of the 
glassware trial for injection of a Japanese pharmacopoeia, warming at 70**5 degrees C for 1 
hour and removing the film after cooling, what added distilled water and was set to 150mL(s) is 
meant. An absorbance is measured with an ultraviolet absorption spectrum on the wavelength 
which shows the maximum absorption wavelength in 220-350nm. Although making.an 
absorbance or less into 0.1 is defined on hemodialysis apparatus acknowledgement criteria, 
since the film of this invention does not hold a pit hold-back agent, it can attain less than 0.04. 
Moreover, about the existence of a pit hold-back agent, it is detectable by measuring the thing 
which condensed or removed [ moisture ] this test fluid by well-known approaches, such as a 
gas chromatography, liquid chromatography, differential refractive media, an ultraviolet 
spectroscopy photometer, an infrared absorptiometry, nuclear-magnetic-resonance 
spectroscopy, and elemental analysis. Moreover, it is detectable also about whether a pit hold- 
back agent is included in the film with these measuring methods. 

[0045] The film made by the manufacture approach of this invention consists of a polysulfone 
system polymer and a polyvinyl pyrrolidone, and the concentration of the polyvinyl pyrrolidone in 
a film internal surface is 30 - 45 % of the weight. By the polysulfone system film which is the 
hydrophilic property of the film internal surface which blood touches, and contains a polyvinyl 
pyrrolidone (only henceforth "PVP"), the PVP concentration of a film internal surface is 
important for a factor important for membranous haemocompatibility. When the PVP 
concentration of a film internal surface is too low, a film internal surface shows hydrophobicity, 
plasma protein tends to adsorb, and the coagulation of blood also tends to take place. That is, it 
becomes membranous poor haemocompatibility. Conversely, if the PVP concentration of a film 
internal surface is too high, the elution volume to the blood system of PVP will increase, and 
the result which is not desirable will be given for the purpose and application of this invention. 
Therefore, the concentration of PVP of the film internal surface in this invention is 30 - 40% of 
range, and is 33 - 40% preferably. 

[0046] The PVP concentration of a film internal surface is determined by the X ray photon 
spectrum (X-ray Photoelectron spectroscopy, henceforth, XPS). That is, after measurement of 
XPS of a film internal surface arranges a sample in on a double-sided tape, a cutter cuts it open 
to fiber shaft orientations, and after extending so that the membranous inside may become a 
table, it is measured by the usual approach. That is, C1s and 01s, the concentration for which it 
asked using the relative sensitivity coefficient of equipment attachment from the surface 
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concentration (nitrogen atom concentration) of nitrogen and sulphuric surface concentration 
(sulfur atom concentration) is said from the integrated intensity of N1s and an S2p spectrum, 
and when a polysulfone system polymer is the structure of (2) types, it can ask by count by (6) 
types. 

PVP concentration (% of the weight) =C1M1x100/(C1M1+C2M2) (6) 

It is here and is C1:nitrogen atom concentration (%). 

C2: Sulfur atom concentration (%) 

M1 :P Molecular weight of the repeat unit of VP (1 1 1) 

M2: Molecular weight of the repeat unit of a polysulfone system polymer (442) 
[0047] 

[Example] Although the example of this invention is shown below, this invention is not limited to 
this. 

(Measurement of the amount of platelet adhesion) The following operating procedure performed 
measurement of the amount of platelet adhesion to the film. Bundle 100 hollow filament-like film 
with a die length of 15cm, produce a small module, and this module is made to pass heparinize 
Homo sapiens fresh blood for 15 minutes with the linear velocity of 1 .Ocm/second, and the 
physiological saline was continuously passed for 1 minute.. Ne^it computed as LDH-activ-it>y^^^ 
per a film surface product (internal-surface conversion) by carrying out the quantum of the 
lactate dehydrogenase (henceforth "LDH") emitted from the platelet which carried out beating 
of the hollow filament-like film to 5mm spacing extent, carried out ultrasonic irradiation in the 
physiological saline which contains the polyethylene-glycol alkylphenyl ether (Wako Pure Chem 
trade name triton X-100) 0.5%, and adhered to the film front face. Measurement of enzyme 
activity used the LDH mono-test kit (Boehringer Mannheim and made in Yamanouchi). In 
addition, it compared with a specimen and coincidence using the film (what was obtained by 
being immersed in ethanol for one day after the film of the example 1 in front of gamma 
irradiation was immersed in the sodium hypochlorite with an available chlorine concentration of 
1,500 ppm for two days) which does not contain PVP as positive control. 
[0048] (Plasma protein amount of adsorption) Except having carried out ultrafiltration time 
amount in 240 minutes, after the plasma protein amount of adsorption to the film performed the 
same actuation as the transmissometry of albumin, the physiological saline washed it for 1 
minute. Next, it computed as the protein amount of adsorption per film weight by carrying out 
beating of the hollow filament-like film to 5mm spacing extent, and carrying out the quantum of 
the plasma protein stirred and extracted in the physiological saline which contains sodium lauryl 
sulfate 1.0%. Protein concentration used BCA protein assay (made in Pierce). In addition, it 
compared with a specimen and coincidence using the film (what was obtained by being 
immersed in ethanol for one day after the film of the example 1 in front of gamma irradiation 
was immersed in the sodium hypochlorite with an available chlorine concentration of 1,500 ppm 
for two days) which does not contain PVP as positive control. 
[0049] 

[Example 1] (Film production and removal of a residual solvent) It dissolved in 77.7 % of the 
weight of N,N-dimethylacetamide, and 18.0 % of the weight (product made from Amoco 
Engineering Polymers P-1700) of polysulfones and 4.3 % of the weight (BASF A.G. make K90, 
weight average molecular weight 1,200,000) of polyvinyl pyrrolidones were used as the uniform 
solution. Here, the mixing ratio of the polyvinyl pyrrolidone to the polysulfone in a film 
production undiluted solution was 23.9 % of the weight. This film production undiluted solution 
was kept at 60 degrees C, and it was immersed to the coagulation bath which is made to 
breathe out from a spinning port (double annular nozzle 0.1mm - 0.2 mm to 0.3 mm), is made to 
pass a 0.96m air gap, and consists of 75-degree C water with the internal liquid which consists 
of a mixed solution of 30 % of the weight of N,N~dimethylacetamide, and 70 % of the weight of 
water. At this time, from a spinning port to the coagulation bath was surrounded by the 
cylinder-like cylinder, the humidity in a cylinder was controlled and temperature was controlled 
for the nitrogen gas which contained the steam in the cylinder at 51 degrees C 54.5% with the 
sink. Spinning speed was fixed to a part for 80m/. Here, the ratio of the air gap to spinning 
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speed was 0.012m/(a part for m/). The residual solvent in the film was removed after cutting 
the rolled-round thread by washing a 80-degree C hot water shower over 2 hours from the 
cutting plane upper part of a bundle (die length of 300mm, 9200 film numbers). 
[0050] (Desiccation of the humid film and insolubilization processing of PVP) The microwave 
exposure (output of 30kW) of the 30 threads after the above-mentioned residual solvent 
removal (the difference of the water content of the film [ in / water content / of the film of 
300% and a thread core / water content / in the water content of the film of 300% and the 
thread periphery section / the core and the periphery section of 300% and a thread ] is 0%) was 
carried out for 21 minutes. At this time, the water content of a thread was 65% (the difference 
of the water content of the film [ in / water content / of the film of a thread core / in the 
water content of the film of 65% and the thread periphery section / the core and the periphery 
section of 65% and a thread ] is 0%). Then, water content obtained less than 1% of desiccation 
film (thread) by dropping an output and carrying out a microwave exposure (output of 21 kW) for 
4 minutes. Moreover, dehumidification air (10% or less of humidity) was ventilated from the lower 
part of each thread from the lower part of a thread to the upper part at the 8m [/second ] wind 
speed between the time of desiccation initiation, and the time of desiccation termination. At this 
time, the 1m [/second ] wind speed was measured by the *thras3l average from the uppe^psni^of^ 
a thread at the time of desiccation initiation. Furthermore, a part of PVP in the film was 
insolubilized by irradiating the gamma ray of 25kG(ies) at the obtained desiccation film (thread). 
[0051] (Performance-evaluation result) The engine performance of this film is shown in Table 1. 
The engine performance shows the average of the result measured 10 times. When this film was 
used as the module of 2 the effective filtration area of 1.5m and path clearance of beta 2- 
microglobulin was surveyed, it turned out that it is by part for 32mL/, and it became clear that 
it is equivalent to a part for path clearance 32.5mL/computed by having substituted it for the 
formula (6). Furthermore, when this module performed transit measurement of a urea and 
vitamin B12, the path clearance and the permeability of a urea were part 83% for 185mL(s)/, 
respectively. Moreover, about vitamin B12, it was part 48% for 95mL(s)/similarly. Measurement 
is [0042]. It carried out by the same approach. Moreover, 62% of the total amount of PVP in the 
film was insoluble in water. As a result of carrying out a membranous eluting material test, the 
absorbance of effluent test fluid was 0.04 or less. Moreover, since the pit hold-back agent was 
not used, in effluent test fluid, the pit hold-back agent was contained and was not. Furthermore, 
as for this film, compared with the positive control film, the amount of platelet adhesion became 
low (positive control film 43.4 Unit/m2) clear [ that the amount of adhesion of plasma protein is 
also low ] (positive control film 62.5 mg/g). 

[0052] It became clear that this film has very few elution volumes from the film, and there is 
little adhesion of blood protein and a platelet from the engine performance mentioned above. 
Moreover, since the transmission of albumin was excellent also in the path clearance of beta 2- 
microglobulin few, it turned out that it is the film excellent also in the dialysis engine 
performance. Furthermore, since there were few differences of the engine performance of the 
film in the core and the periphery section of a thread compared with the old desiccation 
approach (example 1 of a comparison), dispersion in the engine performance became clear [ few 
things ]. 
[0053] 

[Example 2] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrrolidone in a film production undiluted solution, and having made N,N- 
dimethylacetamide into 78 % of the weight 4% of the weight. The mixing ratio of the polyvinyl 
pyrrolidone to the polysulfone in the film production undiluted solution at this time was 22.2 % of 
the weight. The engine performance of this film is shown in Table 1. It became clear that this 
film has very few elution volumes from the film, and there is little adhesion of blood protein and 
a platelet. Moreover, there was little transmission of albumin, and since excelling also in the 
path clearance of beta 2-microglobulin was suggested, it turned out that it is the film excellent 
also in the dialysis engine performance. Furthermore, since there were few differences of the 
engine performance of the film in the core and the periphery section of a thread compared with 
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the old desiccation approach (example 1 of a comparison), dispersion in the engine performance 

became clear [ few things ]. 

[0054] 

[Example 3] The same actuation as an example 1 was performed except having made the 
polyvinyl pyrrolidone in a film production undiluted solution, and having made N,N- 
dimethylacetamide into 77.2 % of the weight 4.8% of the weight. The mixing ratio of the polyvinyl 
pyrrolidone to the polysulfone in the film production undiluted solution at this time was 26.7 % of 
the weight. The engine performance of this film is shown in Table 1. It became clear that this 
film has very few elution volumes from the film, and there is little adhesion of blood protein and 
a platelet. Moreover, there was little transmission of albumin, and since excelling also in the 
path clearance of beta 2-microglobulin was suggested, it turned out that it is the film excellent 
also in the dialysis engine performance. Furthermore, since there were few differences of the 
engine performance of the film in the core and the periphery section of a thread compared with 
the old desiccation approach (example 1 of a comparison), dispersion in the engine performance 
became clear [ few things ]. 
[0055] 

[Example 4] The same actuation as an example 3 was perform^ except having used^h^TTixin^ 8 
solution which turns into internal liquid from 52 % of the weight of N,N-dimethylacetamide, and 
48 % of the weight of water. The engine performance of this film is shown in Table 2. It became 
clear that this film has very few elution volumes from the film, and there is little adhesion of 
blood protein and a platelet. Moreover, there was little transmission of albumin, and since 
excelling also in the path clearance of beta 2-microglobulin was suggested, it turned out that it 
is the film excellent also in the dialysis engine performance. Furthermore, since there were few 
differences of the engine performance of the film in the core and the periphery section of a 
thread compared with the old desiccation approach (example 1 of a comparison), dispersion in 
the engine performance became clear [ few things ]. 
[0056] 

[Example 5] The thread after residual solvent removal (the water content of the film of a thread 
core 300% 300%) [ water content ] After the difference of the water content of the film [ in / in 
the water content of the film of the thread periphery section / the core and the periphery 
section of a thread ] carries out the microwave exposure (output of 30kW) of 30 for 21 minutes 
0% 300%, The water content of a thread is 65% (the water content of the film of the thread 
periphery section 65% 65%). [ the water content of the film of a thread core ] After checking 
that the difference of the water content of the film in the core and the periphery section of a 
thread is 0%, except that stoving was carried out and water content obtained less than 1% of 
thread by putting into the dryer (3m [/second ] circulation wind speed in a dryer) set as 87 
degrees C for 3 hours, the same actuation as an example 1 was performed. The engine 
performance of this film is shown in Table 2. It became clear that this film has very few elution 
volumes from the film, and there is little adhesion of blood protein and a platelet. Moreover, 
there was little transmission of albumin, and since excelling also in the path clearance of beta 
2-microglobulin was suggested, it turned out that it is the film excellent also in the dialysis 
engine performance. Furthermore, since there were few differences of the engine performance 
of the film in the core and the periphery section of a thread compared with the old desiccation 
approach (example 1 of a comparison), dispersion in the engine performance became clear [ few 
things ]. 
[0057] 

[The example 1 of a comparison] The thread after residual solvent removal (the water content 
of the film of a thread core 300% 300%) [ water content ] The difference of the water content of 
the film [ in / in the water content of the film of the thread periphery section / the core and 
the periphery section of a thread ] 300% 30 0% Except that stoving was carried out and water 
content obtained less than 1% of thread by putting into the dryer (3m [/second ] circulation 
wind speed in a dryer) set as 87 degrees C for 7 hours, the same actuation as an example 1 
was performed. This result is shown in Table 2. A difference is in the engine performance of the 
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film in the core and the periphery section of a thread in the permeability of water penetration 
**** PVP, and it became clear that there is dispersion in the engine performance within a 
thread as a result. 
[0058] 

[The example 2 of a comparison] The same actuation as an example 1 was performed except 
there being nothing gamma ray Teru putting. This result is shown in Table 3. It became clear 
that the absorbance of elution test liquid exceeds 0.04 for the elution of PVP. 
[0059] 

[The example 3 of a comparison] The same actuation as an example 1 was performed except 
having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N,N-dimethylacetamide into 77.0 % of the weight 5.0% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time was 
27.8 % of the weight. The engine performance of this film is~shown in Table 3. Since the mixing 
ratio of the polyvinyl pyrrolidone to the polysulfone in a film production undiluted solution is 
over 27 % of the weight, an elution volume and film internal-surface PVP concentration are 
increasing. [0060] 

[The example 4 of a comparison] The same actuation as an-exsffiple 1 was performeG u exeept^=^ 



having made the polyvinyl pyrrolidone in a film production undiluted solution, and having made 
N,N-dimethylacetamide into 78.4 % of the weight 3.6% of the weight. The mixing ratio of the 
polyvinyl pyrrolidone to the polysulfone in the film production undiluted solution at this time was 
20.0 % of the weight. The engine performance of this film is shown in Table 3. It became clear 
that the amount of PVP of a film internal surface is less than 30%. 
[0061] 

[The example 5 of a comparison] The same actuation as an example 3 was performed except 
having used the mixing solution which turns into internal liquid from 60 % of the weight of N,N- 
dimethylacetamide, and 40 % of the weight of water. The engine performance of this film is 
shown in Table 3. This film was engine performance for which the permeability of albumin is 
over 0.3%, and the permeability of PVP also exceeds 75%. 
[0062] 

[The example 6 of a comparison] The same actuation as an example 1 was performed except 
having used the mixing solution which turns into internal liquid from 10 % of theweight of N,N- 
dimethylacetamide, and 90 % of the weight of water. The engine performance of this film is 
shown in Table 3. The amount of water penetration of pure water was the engine performance 
which is less than 10mL(s)/(m2 and hr-mmHg). 
[0063] 

[The example 7 of a comparison] The same actuation as an example 1 was performed except 
having made drying temperature into 170 degrees C. The engine performance of this film is 
shown in Table 3. All PVP in the film of this film was insoluble in water. When this film was used 
as the module of 2 the effective filtration area of 1.5m and clinical blood evaluation was carried 
out in accordance with the performance-evaluation criteria of Japanese Society for Artificial 
Organs under a part (film internal-surface side) for blood flow rate 200mL/, and the conditions 
for dialysing fluid flow rate 500mL/(film outside-surface side), the leuco PENIA symptom that a 
dialysis patient's white blood cell count fell temporarily was observed. 
[0064] 
[Table 1] 
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[Table 2] 
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[Table 3] 



httD://www4.iDdl.nciDi.eo.iD/cei-bin/tran weh cei eiie 



?nnfi/nQ/97 



JP.2003-175320.A [DETAILED DESCRIPTION] 



14/14 ^— v 





Jt««2 


*K«3 




JttjtMs 




J=b©#j7 


















1 9 5 


2 0 0 


19 9 


19 6 


2 0 0 


1 9 1 


flK7MStV./i III/ 




O Q O 

Z 57 O 


£. y u 


n ft *7 

2 9 7 


^ y i 


O *7 A 

2 7 6 


hr-mmrlgj; 


2 0 


3 5 


1 5 


9 7 0 


8 


1 5 


2t>S^ (%) 


0.0 1 


0.0 1 


0. 0 1 


0.3 7 


0.0 1 


0.0 1 


PVP 

Sfl®^ (%) 


4 


5 


4 . 


7 9 


0 


4 


JglrtgEffi PVP A 


3 5 


4 7 


2 8 


3 3 i 


3 4 


3 6 


pvp co^rM 
















0 . 0 4 4 


0. 0 4 0 


0. 0 18 


0. 0 2 1 


0. 020 


0. 0 2 1 








— fffe \^ 








(LDH-Unit/m 2 ) 


1 5. 5 


3. 8 


19.6 


15.0 


15.1 


16.8 


®*4 Cmg/g) 


o -i 
£ . 1 




o . y 


Z . a 


z . 1 


o . O 


lur-mmHg)) 


1 9 0 


3 10 


13 0 


8 6 0 0 


7 6 


19 0 


{%) 


0. 3 2 


0. 3 8 


0. 3 1 


0. 6 2 


0. 18 


0. 3 2 


PVP 00 

^i®^ (%) 


7 7! 


8 5 


7 6 


10 0 . 


5 2 


7 7 



[0067] 

[Effect of the Invention] The film of this invention has very few elution volumes from the film, 
and since it has the outstanding dialysis engine performance with little adhesion of blood protein 
and a platelet it can be used for a physic application, a medical-application way, and a general 
industrial use way. 



[Translation done.] 
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